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IN THE CLAIMS 

13. (currently amended) A method of making a golf club head, comprising the steps 
of: 

injection molding a body of predetermined shape from a selected first material, 
the first material comprising a ceramic composite material, the body having a front, 
striking face, a rear face, an upper face and a lower face; 

inj e ct i on mo l ding forming a sole plate of predetermined shape matching that of 
the lower face of the body entirely from a second material lighter in weight than the first 
material, the second material comprising glass fiber reinforced polyphenvlene sulfide 
(PPS) and the sole plate being formed bv injection molding from-a glass fib e r r ei nforc e d 
p l ast i c mat e r i a l; and 

bonding the sole plate to the lower face of the body with an adhesive , whereby 
the center of gravity of the club head is raised bv forming the sole plate entirely from 
said second material which is lighter in weight than said first material . 

14. (canceled) 

15. (currently amended) The method as claimed in cla i m 14 claim 13 , wherein the 
glass fiber reinforced PPS material includes a PTFE additive. 

16. (original) The method as claimed in claim 15, wherein the additive content is in 
the range from 1 to 20 weight percent. 

1 7. (original) The method as claimed in claim 1 3, wherein the lower face of the body 
is formed with a peripheral rim and the sole plate is formed with a matching peripheral 
rim for bonding to the peripheral rim of the body lower face, and each peripheral rim is 
roughened prior to application of the adhesive. 

18. (currently amended) The method as claimed in claim 13, wherein tho body and 
so le p l at e hav e mat i ng format i ons wh i ch ar e e ngaged wh e n th e so le p l ate i s bond e d to 
th e body, the lower face of the body having is molded with a plurality of bores 
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compris i ng the mat i ng format i on and the sole plate has an inner face having molded to 
form a plurality of integral posts positioned and dimensioned for engagement in said 
bores, tho posts compris i ng the mat i ng formation of tho oolo p l at e , and the step of 
bound i ng bonding the sole plate to the lower face of the body comprises applying 
adhesive material to tho mat i ng format i on at least one of the body or so l o p l ato bores or 
posts , and press fitting the posts into said bores until the sole plate and lower face of 
the body are fully engaged. 


